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ABSTRACTED -PUB -NO: JP61099649A 
BASIC -ABSTRACT: 

The alloy comprises in wt.% 0.15 or less C, 2 . 0 or less Si, 2 . 0 or less 
Mn, 15.0-30.0Cr, 4.0-10.0 Mo, 0.2-2.0A1, 1 0. 0 or les s Fe, either 0.1-3.0 
Nb or 0.05-2.0 Ti , and the balance Ni . ^ ^ 

USE/ADVANTAGE - Used for continuous electroplating, electrolytic 
conversion coating, and electrolytic degreasing. Excellent resistance to 
corrosion and to wear esp. in strong acidic corrosion environment. A 
smooth and clear surface can be maintained for long periods; long service 
life; no need of frequent replacement; decreased cost for re-polishing the 
roll. 



In an example, a centrifugal cast pipe (140 mm o.d, 25 mm t, 280mm L) 
soln. treated ^^t_JJ^.Q^deq^x:^=x=>.2^hrs , fo^llov^d-^by wa^r;au^eh-ir 

le-fe^nditions rotation of roll 360 rpm; mated material, SGP50A. 30mm 
width; loading 5kg/cm2; test duration, continuously 2 days; and wt. loss 
by corrosion of 0.65 g/m2 after dipping into plating soln. of 400 g/1 
zince sulphate, 30 g/1 zinc chloride, pH-1.5 (adjusted by H2S04) bath 
temp. 70 deg.C for 18 successive days, compared to 0.10 g/m2 wear amt. and 
0.88 g/m2 wt. loss by corrosion for. reference alloy pipe (roll) . 
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